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Compensated LCD of the Bend Mode 

Field of the Invention 

5 The invention relates to a compensated liquid crystal display of the 

bend mode and to a compensator for use In an LCD of the bend mode. 

Background and Prior Art 

1 0 Liquid Crystal displays (LCD) of the OCB (optically compensated 
bend) are based on a birefdngence effect and comprise a liquid 
crystal (LC) layer with a bend stnjcture. The bend ceil, also known as 
pi-celi, was first proposed by P. Bos et ai.. SID 83 Digest 30 (1983) 
for an electrically controllable half-wave plate, whereas the OCB 

1 5 mode for displays was described by Y. Yamaguchi. T. Miyashita and 
T. Uchida, SID 93 Digest, 277 (1 993), followed by papers of T. 
Miyashita et ai. in, inter alia. Proc. Eurodisplay, 149 (1 993), 
J.Appl.Phys. 34, LI 77 (1995), SID 95 Digest, 797 (1995), and C.-L. 
Kuo et ai., SID 94 Digest, 927 (1 994). An OCB ceH typically 

20 comprises an LC cell with bend alignment and an LC medium with 
' positive dielectric anisotropy As. Furthermore, OCB displays as 
reported In the above papers comprise one or more birefringent 
optical retardation films to eliminate light leakage by the bend celt in 
the black state. OCB displays bear several advantages like for 

25 example a wider viewing angle and shorter switching times than 

conventional LC displays based on twisted nemaUc (TN) cells. They 
are therefore a candidate for video-rate applications such as LCD 
televisions. Television applications require large display areas and 
hence wide viewing angles. 



30 



Usually an OCB mode display requires optical compensation films to 
provide both on-^ls contrast and wide viewing angles. 



Compensators comprising polymerised LC materials have been 
35 suggested in prior art. For example, P. Van de Witle et al. SID 97, 
pp. 687-690 and US 5.619.352 disclose compensators with A plate. 
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O plate and C plate symmetry and combinations thereof for viewing 
angle compensation of TN-LCDs. wherein the compensation films 
may comprise polymerised caiamitic LC material with splayed or 
planar orientation. WO 01/20393 discloses combinations of splayed, 

5 planar and highly twisted polymerised LC films with optical A plate, O 
plate and negative C plate symmetry for viewing angle compensation 
of LCDs. However, it has turned out that these compensators, when 
used in LCDs of the OCB type, still do not show satisfying 
performance and in particular give insufficient viewing angle 

10 compensation. 

K. Vermeirsch et al. IDRC 2000, poster 56A discloses a compensated 
OCB-LCD comprising a combination of anti-parallel aligned, splayed 
and planar compensators orientated perpendicular to the OCB ceil, 
1 5 however, this combination only yielded a narrow viewing angle. 

US 20Q2/0063828 discloses optical compensation films made from 
discotic LC materials for use in LCDs. However, the dispersion 
mismatch between the discotic compensator and the caiamitic LC in 
20 the switchable display cell produces colouration. 

One aim of the present invention Is to provide a compensator for an 
LCD of the OCB or pi-ceil mode that improves the optical 
performance of the LCD, in particular the contrast at wide viewing 
25 angles, is easy to manufacture, and allows economic fabrication 
even at large scales. 

Another aim of this invention is to provide an advantageous use of 
the compensator according to this invention. 

30 

A further aim of this invention relates to OCB and pi-ceil LCDs 
comprising an inventive compensator which show advantageous 
properties such as good contrast, reduced colour shift and wide 
viewing angles. 




other aims of the present invention are Immediately evident to the 
person sidlled in the art from thfe fbilowing detailed description. 

The above aims can be achieved by providing compensators and 
5 LCDs according to the present invention. 

Definition of Terms 

In connection with polarisation, compensation and retardation layers, 
10 films or plates as described in the present application, the following 
definitions of terms as used throughout this application are given. 

The term film' as used in this application includes self-supporting. i.e. 
fifee-standing, films that show more or less pronounced mechanical 
1 5 stability and flexibility, as well as coatings or layers on a supporting 
substrate or between two substrates. 

The term 'liquid crystal or mesogenic material' or 'liquid crystal or 
mesogenic compound' should denote materials or compounds 

20 comprising one or more rod-shaped, board-shaped or dislc-shaped 
mesogenic groups. i.e. groups witii tiie ability to induce liquid crystal 
phase behaviour. Liquid crystal (LC) compounds witii rod-shaped or 
board-shaped groups are also known in the art as 'calamitic' liquid 
crystals. Liquid crystal compounds with a dislc-shaped group are also 

25 known in the art as 'discotic' liquid ciystais. The compounds or 

materials comprising mesogenic groups do not necessarily have to 
exhibit a liquid crystal phase themselves. It Is also possible ttiat ttiey 
' show liquid crystal phase behaviour only in mixtures with other 
compourids, or when the mesogenic compounds or materials, or the 

30 mixtures tiiereof, are polymerised. 

For the sake of simplicity, the term 'liquid crystal material' is used 
liereinafter for both liquid crystal materials and mesogenic materials, and 
the term 'mesogen* is used for the mesogenic groups of the material. 



35 
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The term 'director* is known in prior art and means the prefenred 
orientation direction of the long molecular axes (in case of calamitic 
compounds) or short molecular axis (in case of discotic compounds) 
of the mesogens in a liquid crystal material. 

5 

The term 'planar structure' or 'planar orientation' refers to a film 
wherein the optical axis is substantially parallel to the film plane. 

The term 'homeotropic structure' or 'homeotropic orientation' refers to 
10 a film wherein the optical axis Is substantially perpendicular to the 
film plane, i.e. substantially parallel to the film nonnal. 

The terms *tilted structure* or *tllted orientation' refers to a film 
wherein the optical axis is tilted at an angle 6 between 0 and 90 
1 5 degrees relative to the film plane. 

The term 'splayed structure' or 'splayed orientation' means a tilted 
orientation as defined above, wherein the tilt angle additionally varies 
monotonuously in the range from 6 to 90 preferably from a minimum 
20 to a maximum value, in a direction perpendicular to tiie film plane. 

The tilt angle of a splayed film hereinafter is given as the average tilt 
angle Q»ie, unless stated otiierwise. 

25 The average tilt angle Gave is defined as follows 



wherein e'(d') is tiie local tilt angle at tiie ttiickness d' witiiln the film, 
and d is the total thickness of the film. 

In planar, homeotropic and tilted optical films comprising unlaxially 
positive birefringent liquid crystal material witii uniform orientation, 
tiie optical axis of the film Is given by the director of the liquid crystal 
material. 



d 
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The term 'helically twisted staicture' relates to a film comprising one 
. or more layers of liquid crystal material wlierein the mesogens are 
oriented with their main molecular axis in a preferred direction within 

5 molecular sublayers, said preferred orfenfaiion direction in different 
sublayers being twisted at an angle <^ ground a' helix axis. The term 
'helically twisted structure with planar orientation' means a film with 
helically twisted structure as described above, wherein the helix axis 
is substantially perpendicular to the film plane, i.e. substantially 

10 parallel to the film normal. 

the term 'A plate' refers to an optical retarder utilizing a layer of 
uniaxiaily birefiingent materia! with its extraordinary axis oriented 
parallel to the plane of the layer. 

15 

The term 'C plate' refers to an optical retarder utilizing a layer of 
uniaxiaily birefnngent material with its extraordinary axis 
perpendicular to the plane of the layer. 

20 The term 'O plate' refers to an optical retarder utilizing a layer of 

uniaxiaily birefringent material with its extraordinary axis oriented at 
an oblique 'angle with respect to the plane of the layer. 

In A-, C- and O-pIates comprising optically uniaxial birefringent liquid' 
25 crystal material with unifonn orientation, the optical axis of the film is 
given by the direction of the ^(traordinary axis. 

An A plate or C plate comprising optically uniaxial birefringent material 
with positive birefringence Is also referred to as '+ A/C plate* or 
30 'positive A/C plate'. An A plate or C plate comprising a film of optically 
uniaxial birefringent m^erial with negative birefringence is also 
refenred to as A/C plate' or 'negative A/C plate'. 

A retardation film with positive or negative birefringence is also shortly 
35 referred to as 'positive' or 'negative' retardation film, respectively. 
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A transmissive or transflective LCD according to the present 
invention preferably contains a polariser and an analyser, which are 
arranged on opposite sides of the arrangement of LC layer and 
birefnngent layer. 

5 

Polariser and Analyser are jointly referred to as "polarisers" in this 
application. 

Summary of the Invention 

10 

The present Invention relates to a compensator for use in a liquid 
crystal display (LCD) of the bend mode, in particular of the optically 
compensated bend (OCB) or pl-oell mode, characterized In that it 
comprises 

- at least one retardation film having an extraordinary axis 
substantially parallel to the film plane (A plate). . 

- at least one retardation film having an extraordinary axis tilted at an 
angle 6 between 0* and 90" relative to the film plane (O plate), and 

20 - at least one retardation film having an optical axis substantially 

perpendicular to the film plane and having a refractive index in the 
direction perpendicular to the film plane that is smaller than the 
refractive indices in the directions parallel to the film plane 
(negative C piate). 

25 

The invention further relates to an LCD of the OCB or pi-cell mode 
comprising at least one compensator according to the invention as 
described above and below, preferably at least one compensator on 
each side of the switchable LC cell of the LCD. 

30 

The invention further relates to an LCD comprising a switchable LC 
cell with a layer of an LC medium having bend alignment and positive 
dielectric anisotropy As between two plane parallel electrodes at least 
one of which is transparent to Incident light, and at least one polariser 
35 or two poiarisers sandwiching the LC layer and the electrodes. 

characterized in that the LCD comprises on each side of the LC cell at 
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least one compensator according to the invention as described above 
and iDeiow. 

Detailed Description of tiie invention 

5 

Tiie compensator according to tiiis invention comprises specific 
combinations of individual compensation films, preferably made from 
calamita'c RMs, tiiat provide good viewing angle performance with 
Improved chromaticity. These specific combinations of films cancel 
1 0 both on and off-axis retardation of an OCB cell and compensate for 
the polariser light leakage. 

One advantage of the compensator of the present invention is that it 
only has splayed regions in the quadrants parallel with the OCB cell. 
1 5 In contrast, for example the compensator of prior art as described in 
K. Vermeirsch et ai. IDRC 2000, poster 56A uses calamitic films that 
have a splayed region (LC or RM) in each azimuthal quadrant 

Another advantage of the compensator of the present invention Is 
20 that, by using a combination of splayed and planar films of calamitic 
RMs, which have similar dispersion to the calamitic LC mbcture as 
used in typical OCB display cells, the splayed regions In the OCB 
display ceil are cancelled, in contrast, for example a compensator as 
described in US 2002/0063828 uses compensation films made firom 
25 discotic LC materials, which show a dispersion mismatch with the 
calamitic LCs in the display cell, and thus produce undesired 
colouration. 

The film combinations according to the present invention 
30 compensate for both the polariser light leaicage and the retardation of 
the LC in the OCB display cell in the daric state. 

The compensator according to the present invention comprises one 
or more, preferably one or two, A plates, very preferably positive A 
35 plates, one or more, preferably one, O plates, preferably positive O 



-8- 



piates, and one or more, preferably one, negative C plates on each 
side oftheLC cell. 

Suitable optical films for use as A plate retarders are known in prior 
5 art, like for example uniaxialiy stretched polymer films such as 
polyethyleneterephthalate (PET), polyvinylaicohoi (PVA) or 
polycarbonate (PC) films. 

Suitable optical films for use as O plate retarders are known in prior 
1 0 art, and can be obtained for example by oblique vapour deposition of 
a thin film, e.g. of an inorganic material such as Ta20s, as described 
for example in US 5.196,953 and WO 96/10773. It is also possible to 
use as O plate an LC film as described in WO 96/10770, which is 
prepared from a polymerisable LC material- with a smectic A or C 
1 5 phase and a nematic phase at higher temperatures, by applying the 
LC material in its nematic phase onto a substrate optionally covered 
with an alignment layer of obliquely deposited SiO. lowering the 
/temperature into the smectic C phase of the material so.that the LC 
material adopts its naturally tilted smectic C structure, and fbdng the 
20 tilted structure by polymerisation oftheLC material. 

Suitable optical films for use as negative C plate retarders are known 
in prior art, like for example stretched or uniaxialiy compressed 
plastic films like DAC or TAC as described for example in US 
25 4,701 ,028, inorganic thin films obtained by physical vapour 

deposition as described for example in US 5,196,953, or negatively 
birefringent polyimide films as described for example in US 
5.480.964 and US 5,395,918. 

30 Especially preferred are A, O and C plates made of polymerised or 
crosslinked LC material. 

The A plate retardation film preferably comprises a polymerised LC 
material with planar structure as described for example in WO 
35 98/04651 , the entire disclosure of which is incorporated by reference. 



The tilted or splayed O plate retarder preferably comprises a 
polymerised liquid crystal material with tilted or splayed structure, as 
described for example in US 6.619,352, WO 97/44409. WO 
97/44702. WO 97/44703 or WO 98/12584, the entire disclosure of 
which is incorporated by reference. 

The negative G plate retarder preferably comprises a polymerised 
chirai LC, in particular cholesteric LC (OLC) material with a short 
pitch and a reflection in the UV range, such as a UVCLC ^m or 
highly twisted A plate as described for example in GB 2,315,072, WO 
01/20393 and WO 01/20394, the entire disclosure of which is 
incorporated by reference. 

Especially prefenred are the following embodiments 

- the compensator comprises an O plate wherein the tilt angle 
varies in a direction perpendicular to the film plane (splayed O 
plates), • • ■. 

- the compensator comprises one O plate,. 

- the compensator comprises two A plates, 

- the^compensator comprises one negative Opiate, . . ^ 

- the compensator is positioned in the display such that one of the 
A plates is situated on the side of the compensator facing away 
from the switchable LC cell. This A plate is hereinafter also 
referred to as 'outer A plate', with the other A p!ate(s) hereinafter 
being referred to as 'inner A plate(8)', 

- one compensator is positioned on each side of the switchable LC 
ceil of the display such that the stack of individual A, O and C 
plates in both compensators is symmetrical with respect to the LC 
cell, 

- the A plate, O plate and/or C plate comprise a polymerised or 
crossllnked LC material, 

- the A plate comprises a polymerised or crosslinked achiral.LC 
material with planar orientation. 
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- the O plate comprises a polymerised or crossliniced achirai LC 
material with tilted or splayed orientation, 

- the negative C plate comprises a polymerised or crosslinked 
cholesteric LC (CLC) material with helically twisted structure and 
planar orientation having a reflection wavelength below the visible 
range of light, 

- the helicai pitch of the CLC material In the negative retardation 
film is smaller than 250 nm, 

- the thickness of the outer A plate Is ftom 0.3 to 2 pm, preferably 
from 0.6 to 1.2 pm, 

- the thickness of the inner A plate is from 0.5 to 2 pm, preferably 
from 0.7 to 1 .3 pm, 

- the thickness of the O plate is from 0.5 to 2.5 pm, preferably from 
0.7 to 1.5 pm, 

- the thickness of the negative C plate is from 2 to 5 pm, preferably 
from 3.5 to 4.5pm, 

Preferably the optical retardation of the Individual A. O and C plates 
of the compensator are selected such that the following equations 
are fulfilled 

dA'AnA / dLc AHlc = 0. 11 5 ± 0. 1 , preferably 0.1 1 5 ± 0.05, very 
preferably 0.115 ±0.015 

do'Ano / duc Anuc = 0.129 ± 0.1 . preferably 0.129 ± 0.05. very 
preferably 0.129 ±0.020 

dc Anc / dtc-Anuc = 0.245 ± 0.2. preferably 0.245 ± 0.1, very 
preferably 0.245 ± 0.05 

wherein . • 
d is the layer or film thickness. 
An Is the birefringence. 
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dA'AHA is the retardation of the A plate, and preferably relates to the 
inner A plate. 

do'Ano is the retardation of the O plate, 
dc'Anc is the retardation of the of the negative C plate, and 
5 dLc AHlc is the retardation of the switchable LC cell of the display. 

The optical retardation dA'AnA of the outer A plate is preferably firom 
70 to 1 10 nm, very preferably from 80 to 100 nm, most preferably 
approximately 90 nm, wherein d Is the film thickness and An is the 
10 birefHngence. 

The optical retardation d'An of the -C plate is preferably from 150 to 
300 nm, very preferably from 210 to 260 nm, for a thickness of the 
LC ceil of apisroximately 5 pm. 

16 

The optical retardation d*An of the O plate is preferably from 60 to 
230 nm, very preferably from 100 to 140 nm, for a thickness of the 
LC cell of approximately 5 pm. 

. 20 The optical retardation d'An of the inner A plate is preferably from 50 
to 200 nm, very preferably from 90 to 130 nm, for a tiiickness of the 
LC cell of approximately 5 pm.* 

Figure 1 exempiariiy depicts an OCB display comprising a 
25 compensator according to a preferred embodiment bf the present 

invention with four Individual Compensation films, preferably calamltic 
LC films, on either stele of tiie switchable LC cell (9). Including two 
planar A plates (1 , 8) and (4. 5), one O plate (3. 6) which Is 
preferably a splayed O plate, and one negative C plate (2, 7): The LC 
30 ceil and the compensators are sandwiched by two linear polarlsers 
(11.12). 

The outer planar A plate (1, 8) can optionally be removed to produce 
a simpler but lower performance compensator. The other A, O and C 
35 plates are all required to achieve good viewing angle. 
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The films are preferably kept in a configuration tiiat Is symmetrical 
with respect to the LC ceil of the display, so that film 1-8. 2^7, 3=6, 
4=5, to maintain viewing angle symmetry about normal incidence: 

5 The negative C plate (2, 7) and the outer planar A plate (1 , 8) can be 
combined into a single biaxial film with similar optical performance. 
However, to allow the use of calamitic LC materials with similar 
dispersion in the other films and/or the LC cell these films are 
preferably kept as separate uniaxial retarders. 

10 

in all possible and preferred compensator configurations according to 
the present invention, the outer planar A plates (1 . 8) preferably 
remain adjacent to the poiarisers (1 1 . 12) with their optic axis along 
the polariser transmission direction. 

15 

The splayed O plates (3, 6) are preferably aligned anti-parallel to the 
alignment of LC molecules at the adjacent surface of the LC ceil, as 
shown in Figure 1..The inner planar A plates (4, 5) are preferably 
aligned perpendicular to the LC molecules at the adjacent surface of 
20 the LC cell and to the splayed film, as shbwn in Figure 1 . 

Further preferred configurations of the individual films In a 
compensator according to the present Invention are shown In table 1 . 
Therein, LC denotes the liquid crystal cell, O denotes a tilted or 
25 splayed O plate, A denotes a planar A plate, and -C denotes a 

negative C plate. For the case where the O plate is a splayed O plate, 
the arrow is denoting the preferred direction of increasing tilt angle. 

For sake of simplicity, the poiarisers are omitted In table 1 . A display 
30 for practical applications will, however, further comprise a pair of 
poiarisers sandwiching the stack as shown in table 1. 

In the stack formats shown in table 1 the single retarder components 
are an^nged symmetrically, tiieirefore incoming light may enter the 
35 stack from either side. 
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The single A, O and C plates in a compensator according to the 
present Invention and also in the staclcs shown in table 1 can be 
laminated directly onto each other or separated by a transparent 
intermediate film, like for example a TAC film. 

In the stacks shown in table 1, the outer A plates may also be 
omitted. 



Table 1 - Preferred comoensator stacks in inventive displays 
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Esepdally prefenred is configuration 1 . 

In a preferred embodiment of the present invention the individual A, 
O and C plates of the compensator comprise a polymerised LC 
material, the optical dispersion (the wavelength dependence of the 
birefringence) of which is matched to that of the LC material in the 
switchabie display ceil. 

For example, Figure 2 shows birefringence wavelength dispersions 
An(X)/An(550 nm), wherein An(X) is the birefringence An at the 
wavelength X and An(550 nm) is the birefringence at 550 nm, for 
cohventional LC media for OCB display use having a high (A) and a 
medium (B) dispersion, and for a typical polymerised LC film (C). 




Figure 3 shows the on-axi's colour versus applied voltage for the LC 
media (A) and (B), and for an LC medium having a similar dispersion 
as the polymerised LC film (C), in an OCB cell combined with a 
5 compensator according to oonfiguration 1 . For optimum on-axis 

achromaticity, Figure 3 shows that the wavelength dispersion of the 
LC in the ceil should be matched to the polymerised LC films. 

An LCD according to the present invention may further comprise one 
10 or more further optical components such as potarisers or 

compensation or retardation films, lilce for example one or more 
quarter wave retardation films (QWF. A/4 films) or half wave 
retardation films (f-iWF, 7J2 films), positive or negative A, O or C 
plates or retardation films with twisted, homeotropic, planar, tilted or 
15 splayed structure. Particularly preferred are optical films comprising 
polymerised or crossilnked LC material, i^omeotropic LC films are 
described for example in WO 98/00475. 

The LCD according to the present invention may be a reflective or 
20 transmissive display, and may further comprise a light source, like a 
conventional backlight or a reflective layer on the side of the LC cell 
opposite to that of the first linear polariser. In case of a reflective 
display with a reflective layer on one side of the LC cell the second 
linear polariser may be omitted. 

25 

The negative and positive retarders and A, O and C plates of the 
compensator according to the present invention are preferably 
prepared from a polymerisable LC material by in-situ polymerisation. 
In a preferred metiiod of preparation the polymerisable LC material Is 
30 coated onto a substrate, oriented into the desired orientation and 

subsequently polymerised for example by exposure to heat or actinic 
radiation as described for example in WO 01/20394, GB 2,315,072 
or WO 98/04651. 

35 Aitematively it is possible to prepare the retardation films from a 
readily synthesized LC polymer that is applied onto a substrate, for 




example at a temperature above its glass transition temperature or 
its melting point, or from solution e.g. in an organic solvent, aligned 
into the desired orientation, and solidified for example by evaporating 
the solvent or by cooling below the glass temperature or melting 

5 point of the LC polymer. If for example a LC polymer with a glass 
temperature that is higher than ambient temperature is used, 
evaporation of the solvent or cooling leaves a solid LC polymer film. 
If for example an LC polymer with a high melting point is used, the 
LC polymer can be applied as a melt onto the substrate which 

10 solidifies upon cooling. LC side chain polymers or LC main chain 
polymers can be used, preferably LC side chain polymers. The LC 
polymer should preferably be selected such that Its glass transition or 
melting temperature Is significantly higher than the operating 
. tempature of the retarder. For example. LC side chain polymers 

15 comprising a polyacrylate, polyniethacryiate, polysiloxane, 

polystyrene or epoxide backbone with laterally attached mesogenic 
side chains can be used. The LC polymer may also comprise side 
chains with reactive groups that can be crosslinked after or during 
evaporation of the solvent to permanency fix the orientation. The LC 

20 polymer may also be subjected to mechanical or heat treatment after 
application to the substrate to improve alignment The above 
methods and suitable materials are known to those skilled in the art 

The compensator according to the present invention is especially 
25 suitable for use in OCB and pi-cell LCDs, Including conventional 

OCB. R-OCB (reflective OCB). HAN (hybrid aligned nematic) and pi- 
celi (n-cell) displays. 

Howeveri the compensator according to the present invention can 
30 also be used for compensation of other types of LCDs, like for 
example those of the DAP (defomnatlon of aligned phases) or VA 
(vertically aligned) mode, like e.g. ECB (electrically controlled 
birefringence), CSH (colour super homeotropic), VAN or VAC 
(vertically aligned nematic or cholesteric) displays, MVA (multi- 
35 domain vertically aligned) or PVA (patterned vertically aligned) 

displays, furthennore in displays of the TN (twisted nematic). HTN 
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(highly twisted nematic) or STN (super twisted nematic) mode, in 
AMD-TN (active matrix driven TN) displays, or in displays of tiie IPS 
(in plane switching) mode which are also known as 'super TFT 
displays. Especially prefenred are ECB, TN, STN and HTN displays. 

5 

The following examples should illustrate the present invention 
without limiting it. 

Example 1 

10 

An OCB display comprises a compensator with a configuration as 
shown in Figure 1. 

The on axis contrast is achieved by matching the on-axis retardation 
15 of the combined individual films of the compensator with that of LC in 
the dark state. A series of film combinations having different 
retardation values were found which fulfilled this requirement. 

Figure 4 shows the variation of the on-axis contrast with the variation 
20 of the retardation dA'AnA and do'Ano of the inner planar A plate (4. 5) 
and the splayed O plate (3, 6). respectively, relative to the retardation 
dLc* Ahlc of the LC cell. The splayed O plate (3. 6) has a linear tilt 
profile varying from 4 degrees tilt at the planar surface to 75 degrees 
tilt at the hbmeotropic surface. The high contrast combinations 
25 shown in Figure 4 are thus optimized comt)lnations of the splayed O 
plate (3, 6) and inner planar A plate (4, 5). 

Each combination of A plate and O plate that achieves good on-axis 
contrast has a difiierent off-axis retardation profile. The viewing angle 
30 performance is therefore different for each film combination. An- 
optimum combination of A plate (4. 5). and O plate (3, 6) has been 
found for the fbllofwing retardation values relative to the LC cell: 

dA'AnA / dLc AHLC = 0.1 1 6 ± 0.01 5 
35 do'AHo / duc'AnLc = 0.129 ±0.020 
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In addition, for this combination of A and O plate, an optimised 
negative C pfate (2. 7) has been found for the following retardation 
values relative to the LC cell 

dc Anc / dijcAnLc = 0.245 ± 0.05 

The optimum retardation for the outer planar A plate (1 , 8) is 
independent of the retardation of the LC cell and is 90nm ± 15nm. 

The isocontrast plot calculated for this film combination Is shown in 
Figure 5. 
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Patent Claims 



Compensator for use in a liquid crystal display (LCD) of the 
bend mode, characterized hn that it comprises 

- at least one retardation film having an extraordinary axis 
substantially parallel to the film plane (A plate), 

- at least one retardation film having an extraordinary axis tilted 
at an angle 6 between 0^ and 90* relative to the film plane (O 
plate), and 

- at least one retardation film having an optical axis 
substantially perpendicular to the film plane and having a 
refractive index in the direction perpendicular to the film plane 
that is smaller than the refractive indices in the directions 
parallel to the film plane (negative C plate). 

Compensator according to dalm 1, characterized in that it 
comprises two A plates, one negative C plate and one O plate 
having a tilt angle that varies in a direction perpendicular to the 
film plane (splayed O plate). 

Compensator according to claim 1 or 2, characterized in that the 
A plate and/or O plate and/or C plate comprise polymerised or 
crossiinked liquid crystal material. 

Compensator according to at least one of claims 1 to 3, 
characterized in that the optical retardation of the individual A, O 
and C plates of the compensator are selected such that the 
following equations are fulfilled 

dA AnA / dtc Ante = 0.1 15 ±0.1 

do Ano/duc Anuc'^ 0.129 ±0.1 

dc'Anc / dtc'Anuc.- 0.245 ± 0.2 



wherein d is the layer or film thidcness, An is the birefiingence, 
dA'AnA is the retardation of the A plate, do'Ano is tiie reterdation 
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of the O plate, dc'Anc is the retardation of the of the negative C 
plate, and dLc Antc is the retardation of the switchable LC cell of 
the display. 

Compensator according to at least one of claims 1 to 4, 
characterized in that the optical retardation dU'AnA of the A plate 
Is from 70 to 110 nm. 

\. Compensator according to at least one of claims 1 to 5» 

characterized in that is positioned In the display such that one of 
the A plates Couter A plats') Is situated on the side of the 
compensator facing away Irom the switchable LC cell. 

^ LCD of the optically compensated bend (OCB) or pi-ceil mode, 
. characterized in that it comprises at least one compensator 
according to at least one of claims 1 to 6. 

). LCD comprising a switchable LC cell with a layer of an LC 
medium having bend alignment and positive dielectric 
anisotropy Ae between two plane parallel electrodes at least one 
of which is transparent to incident light, and at least one 
polariser or two polarisers sandwiching the LC layer and the 
electrodes, characterized in that It comprises on each side of 
the LC cell at least one compensator according to at least one 
of claims 1 to 6. 

9. LCD acconiing to daim 7 or 8, characterized in that one 
compensator according to at least one of claims 1 to 6 is 
positioned on each side of the switchable LC cell of the LCD 
such that the stack of individual A. O and C plates In both 
compensators is symmetrical with respect to the LC cell. 

10. LCD according to daim 9, characterized in that the position of 
the individual films In the compensator is selected from the 
following configurations 1) to 12) 
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LC A .c A 




6) A A 



LC Q-^ -r^ 



A O 



LC 




11) A A n-^ 



12) A O 



LC -C 



LC 



<-0 A 



wherein A is a planar A plate. O is a tilted or splayed O plate -C 
andS^T"'" the switci^able LC Lfof theSay 
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Abstract of the Disclosure 

The invention relates to a compensated liquid crystal display (LCD) of 
the bend mode, in particular of the optically compensated bend (OCB) 
or pi-cell mode, and to a compensator for use in an LCD of the bend 
mode. 
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